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Met hod and e qu i pm e nt for cont i nuous or s e m i cont i nuous cast i ng of m e t al 
METHOD AND EQUIPMENT FOR CONTINUOUS OR SEMICONTINUOUS CASTING 

OF METAL 

10 BACKGROUND OF THE INVENTION 

1. Technical Field 

The present invention concerns a method and equipment for continuous or semi- 
continuous casting of metal, in particular directly-cooled (DC) casting of aluminium, 
comprising a mould -mold with a meald- mold cavity or chill that is provided with an inlet 
15 linked to a metal store and an outlet with devices for cooling the metal so that an object 
in the form of an extended string, rod or bar is cast through the outlet. 

2. Description of the Related Art 

Equipment of the above type is widely known and used for casting alloyed or 
20 unalloyed metal that is processed further down the production chain, for example for 
remelting or extrusion purposes. 

A major challenge for this type of prior art casting equipment has been to achieve 
a segregation-free, smooth surface on the product cast. This has been particularly 
25 important for products in which the surface is not removed before processing. 
Surface segregation is assumed to be caused by two principal phenomena: 

1. Inverse segregation: when the metal comes into contact with the chill, 
solidification will begin in a thin layer. This solidification will normally take place 
from the chill towards the c e ntr e center of the bar. When the metal makes the 
30 transition from the liquid to the solid phase, the volume will decrease at the 

outside and this must be replaced with alloyed melt from areas further inside the 
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bar. This produces so-called inverse solidification because the segregation takes 
place towards the solidification front. This type of segregation typically produces a 
thin alloyed zone under the surface of the bar that is 10-20% higher in alloy 
elements than the nominal alloy content. 
5 2. Blooms: when the solidified shell on the outside of the bar is not in physical 
contact with the chill wall, alloyed metal may be pressed out through the solidified 
or partially solidified shell (remelting). This solidification produces a thin, highly 
alloyed zone outside the original surface and a corresponding depleted zone 
under the original surface. 

10 

Inverse segregation is assumed, in turn, to be affected by: 

1 . Heat transfer from the bar to the chill walls. 

2. The length of the contact zone between the chill and bar. 

3. Grain refinement and solidification morphology. 

15 4. Flows near the surface of the bar and their effect on the thermal field. 

5. The alloy's specific properties (for example, thermal conductivity and solidification 
path). 

Moreover, blooms are assumed to be affected by: 
20 1. Heat transfer from the bar to the chill walls. 

2. The distance between the contact zone in the chill and the water strike point. 

3. Solidification morphology and grain refinement. 

4. Stationary and periodic deformations of the outer shell (sponge effect). 

5. Pressure differences over the solidified/semi-solidified shell. 

25 6. Flows near the surface of the bar and their effect on the thermal field. 

7. The alloy's specific properties (for example, thermal conductivity and solidification 
path). 
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To reduce segregation, the following are assumed to be important: 
1. Reduced heat transfer between the chill and the bar. This also includes reduced 
friction between the chill wall and the bar. 
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2. Optimal distance between the start of the contact zone and the water strike point 
(must be adjusted in relation to the casting parameters and heat transfer between 
the chill and the bar). 

3. Reduced metallostatic pressure above or in the chill. 

5 4. Reduced fluctuations in the metal level (produces less segregation and fewer 
variations in surface topography). 
5. Avoidance of periodic fluctuations in the contact zone on account of varying gas 
pressure and volume in the gas pocket inside the mou l d mold . This produces the 
characteristic rings seen on the surface of metal bars or rods. 

10 

The only method in daily use that can result in a bar without surface segregation is 
electromagnetic casting, but this method requires high investment and extensive control 
systems. With electromagnetic casting, the pressure differences over the shell are 
cancelled, i.e. blooms disappear. At the same time, there is no contact between the 
15 metal and the mo^td- mold w all and therefore no inverse segregation zone is formed 
either. Using conventional casting technology, it is possible to reduce both blooms and 
inverse segregation by reducing the effect of the chill's contact with the metal. 

Using a so-called hot-top with supply devices for gas and oil in the solidification zone 
20 for the metal and where a gas cushion is formed under the hot-top, the contact zone 
with the chill and the heat transfer to the chill are reduced as the distance from the water 
strike point to the contact zone with the chill wall is reduced. A small inverse segregation 
zone will be achieved in this way. With this casting method, however, a relatively high 
metallostatic pressure is used so that there are still some blooms. In addition, the 
25 method produces pulsation on account of the gas supply, combined with periodic 
reduction from the chill wall, which produces an annular segregation process and also 
an annular topography on the rod. 

Using a nozzle/pin or nozzle/float ball, the pressure difference over the solidified shell 
30 and the contact zone between the chill and the bar can also be reduced so that the 
surface segregation decreases. However, this is a method that is difficult to use 
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optimally on account of individual regulation of moulds molds and the safety aspect in 
that the metal flow may stop suddenly (clogged nozzles). With optimal casting conditions 
for surface segregation, water will then penetrate into the liquid aluminium and produce 
a risk of explosion. Therefore, most nozzle/pin processes are operated with a higher 
5 metal level in the mould- mold than is optimal for reduced surface segregation, i.e. the 
motive force for segregation increases. 

SUMMARY OF THE INVENTION 

The present invention represents a method for continuous or semi-continuous 

10 casting of metal in which the above disadvantages of inverse segregation and blooms 
are considerably reduced or eliminated. Moreover, a solution has been arrived at that 
produces much greater safety during the casting operation, i.e. an improved HSE 
solution. Furthermore, a solution has been arrived at that makes it possible to regulate 
the metal level in the chill(s), i.e. the metal level in relation to primary and secondary 

15 cooling, making it simple to adapt the casting operation to the alloy to be cast. 

The method is characterised by the metal being supplied to the chill in such a 
manner and with such regulation that the metallostatic pressure in the contact point 
(solidification zone) against the chill is virtually zero during casting, casting, as stat e d in 
20 th e a ttach e d c lai m 1. 

Moreover, the equipment is charact e ris e d characterized by the metal being 
designed to be supplied to the chill in such a manner and with such regulation that the 
metallostatic pressure in the contact point (solidification zone) against the chill is virtually 
25 zero during casting, c a st i ng, as d e f i n e d i n th e a tt a ched c l a i m 5. 

Th e dep e nd e nt c l a i ms 2 A and 6 10 d e f i n e a dvantag e ous f e atur e s of the pres e nt 
i nv e nt i on. 

BRIEF DESCRIPTION OF THE INVENTION 
30 The present invention will be described in further detail in the following by means 

of examples and with reference to the attached drawings, where: 
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Fig. 1 shows a perspective view, partially seen from the side and from the front, of 
simple casting equipment in accordance with the present invention, in which a cover that 
is designed to close the equipment from above is kept open so that it is possible to see 
5 partially into the thermally insulated metal supply duct. 

Fig. 2 shows an elevation of the equipment shown in Fig. 1 in which liquid metal is 
supplied to the equipment during the start of a casting operation. 

10 Fig. 3 shows the same as Fig. 2 but during a later stage of the casting operation. 

Fig. 4 shows an elevation of alternative casting equipment adapted for casting 
aluminium wire bars. 

15 Fias. 5 a) a nd c) Fig. 5 a) and Fig. 5 c) show pictures of rods cast with traditional hot-top 
casting equipment and equipment in accordance with the present invention^ 
respectively, and F i gs. Fig. 5 b) and Fig. 5 d) show images of the slip of metal samples 
of the rods shown in Figs. 5 a) and b) respectively. 

20 DETAILED DESCRIPTION OF THE INVENTION 

As stated above, Fig. 1 shows a perspective view of an example of simple casting 
equipment 1 in accordance with the present invention for casting t ie rods extrusion . It is 
simple in the sense that it only comprises twelve mou l ds molds 3 (see also Figs. 2 and 
3) with metal inlets 4. This type of equipment may comprise far more chills, up to a few 

25 hundred, depending on their diameter, among other things, and may have the capacity 
to cast tens of tonn e s tons of metal per hour. 

Roughly speaking, in addition to the chills, which are not shown in Fig. 1, the 
equipment comprises a frame structure 2 with a thermally insulated gully system 6 for 
the supply of metal from a metal store (holding furnace or similar) and a correspondingly 

30 insulated distribution chamber (metal manifold) 5 for distribution of the metal to the 
respective chills. Over the distribution chamber 5, the equipment is provided with a 
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removable lid or cover 7 that is designed to seal the distribution chamber from the 
surroundings. Pipe stubs 8 arranged in connection with the cover 7, which are used for 
inspection during casting, among other things, are connected to the inlet 4 for each chill 
3 and are closed during casting, while the ventilation ducts 9 (see also Figs. 2-3) that 
5 emerge in other pipe stubs with a closing device above cover 7 of the equipment are 
connected to the mouM- mold cavity 11 in the mou l d mold 3. At the end of the 
equipment, there is a control panel 19 that does not form part of the present invention 
and will not be described in further detail here. 

10 As shown in further detail in Figs. 2 and 3, the casting equipment shown concerns 

a vertical, semi-continuous solution in which a moving support 13 is used for each chill 3 
to keep the chill closed at the bottom at the beginning of each cast. The chills 
themselves are of the hot-top type in which a thermally insulating collar or projection 14 
is used directly by the inlet to the mo^Jd- mold cavity. Moreover, oil and gas are supplied 

15 through permeable ring or permeable rings 15 in the wall of the mo^ld- mold cavity 11. 
As stated above, a ventilation duct 9 is provided for each chill. This is closed by means 
of a closing device 10 or plug 16 at the beginning of each cast (see the relevant section 
below). 

Furthermore, a connection stub 27 is provided that is designed for connection to 
20 a vacuum reservoir (negative pressure reservoir or extraction system) so that a negative 
pressure can be applied to the distribution chamber 5 during casting (see the relevant 
section below). 

The metal arrives through the gully 6 and is supplied to an intermediate reservoir 
17 at a somewhat lower level via a valve device 1-918 (not shown in detail). The 

25 intermediate reservoir 17 is open at the top (at 22) but a duct 20 is designed to pass the 
metal to the distribution chamber 5, which is located at a higher level, and on to the 
chills. With this solution, where an intermediate reservoir 17 is provided at a lower level 
and where the metal is passed (sucked) from this level via the distribution chamber 5 to 
the mould -mold cavity located at a higher level than the reservoir 17, the siphon principle 

30 is used to feed the metal to the chill. Thus it is also possible, by regulating the level in 
the intermediate reservoir 17, to regulate the level 26 of the metal in the mou l d mold 
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cavity 11 and thus also the contact point (solidification zone) against the chill wall. 
Therefore, by regulating the level in the reservoir 17, the level 26 in the mou l d mold 
cavity is also regulated, while the metallostatic pressure against the contact point 15 in 
the chill (mould- mold cavity) is virtuallv-Q zero . This is the core of the present invention 
5 and will be explained in further detail in the following. 

Regarding the rest of the equipment, a drain stub 21 is provided in connection 
with the intermediate reservoir 17. Via this drain stub, it is possible to drain (remove) the 
remaining metal from the distribution chamber 5 and the intermediate reservoir 17. 

10 

With reference to Figs. 2 and 3, the method of operation of the equipment in 
accordance with the present invention will be described in further detail. Fig. 2 shows 
the starting point of a casting operation. Metal is supplied from a store (not shown) via 
the gully 6, through the open valve device 18 to the intermediate reservoir 17, the 

15 distribution chamber 5 and the chills 3 (only two chills are shown in these figures for 
practical reasons). The lid 7 is fitted and the connection stub 27 is connected to the 
extraction system so that all air is evacuated. The gully^_6, the intermediate reservoir 17 
and the distribution chamber 5, including the mou l ds molds 3, are filled to the same level 
(the metal is shown with a darker grev-eoleu f color ). The ventilation pipe 9, which 

20 extends from the meukk mold cavity 11, is closed by means of the closing device 10 
and/or plug 16. 

Fig. 2 shows a situation in which the casting operation has not yet started and the 
support 13 is kept tight against the outlet of the chill. The valve device 18 is open at this 
time but will gradually be closed. After the liquid metal has been supplied to the 

25 intermediate reservoir 17, the chills and the distribution chamber 5, and has entered 
equilibrium, the casting operation starts. The metal level in the reservoir 17 will now fall, 
while the metal level in the distribution chamber 5 will be maintained by means of the 
negative pressure (in relation to the environment) formed by means of extraction via the 
connection stub 27. A t ie rod An extrusion ingot 25 is now formed by casting, as shown 

30 in Fig. 3. The closing device 10 and/or plug 16 for the ventilation pipe 9 are kept closed 
and prevent ventilation to the atmosphere until the metallostatic pressure in the chill 11 



is equivalent to atmospheric pressure. The plug 16 is then removed and equilibrium 
exists between the metal level 23 in the reservoir 17 and the metal level 26 in the chill, 
with the result that metal will flow into the chill 3 when metal is supplied to the 
intermediate reservoir 17 from the supply gully 6. 
5 Fig. 3 shows the ideal (balanced) casting situation in which the plug 16 has been 

removed and the valve 10 is open. There is equilibrium between the metal level 26 in 
the mould mold 3 and the metal level 23 in the intermediate reservoir 17. In this 
situation, the metallostatic pressure is virtually zero in the contact point of the metal 
against the chill. The method in accordance with the present invention is represented, as 
10 stated above, precisely by this, namely that the metal is supplied to the chill in such a 
way and with such regulation that the metallostatic pressure in the contact point against 
the chill is virtually zero during casting. This is achieved by means of the equipment 
shown in the figures and described above. 

15 An alternative embodiment of the present invention, based on the same principle, 

is shown in Fig. 4. The present invention is adapted here for casting wire bars. The 
dimensions of the product (the wire bar) to be cast are much larger compared with 
casting ti e rods extrusion ingots described above, where a large number of bars are cast 
simultaneously. The equipment here comprises the same main components, a supply 

20 gully 6 to supply liquid metal from a store, a holding furnace or similar (not shown in 
further detail), a valve device 18, an intermediate metal reservoir 17 and the casting 
equipment 30 itself with a wire bar chill 28 for casting wire bars. Instead of a 
superstructure metal distribution chamber or manifold as shown in Figs. 1-3 in the 
previous example, a single transfer duct 31 is used to transfer the metal. This duct 

25 comprises a closed gully 32 with a connection stub 33 for connection to a vacuum 
reservoir or extraction system (not shown in further detail) and an inlet pipe 34 that 
extends down into the metal melt in the reservoir 17 and an outlet pipe 35 that extends 
down into the fflo^td -mold cavity in the chill 28. At the beginning of each cast, the outlet 
pipe, or more precisely its end, is in contact with and sealed by the casting shoe (casting 

30 support) 29 in the chill 28. When the gully 32 is then connected to the extraction system 
via the connection 33, the metal will be sucked up through the inlet pipe 34 and on 
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through the gully 32 to the outlet pipe 35 so that it partly fills the transfer duct 31 as 
shown in Fig. 4. Thus A the casting operation can begin by the casting shoe 29 being 
moved downwards and the metal will be transferred from the reservoir 17 to the chill 28 
via the transfer duct 31, which thus functions as a siphon. The rest of the casting 
5 operation takes place as described in the previous example. In this case too, the 
counter-pressure is provided by the atmosphere as the chill 28 and the reservoir 17 are 
open at the top. 

However, it should be noted f>ote-that the present invention, as it is defined in the 
10 claims, is not limited to the solutions shown and described above. Therefore, the 
concept of the present invention will be applicable not only to semi-continuous casting 
equipment but also to continuous as well as horizontal and vertical continuous casting 
equipment. Moreover, it is possible to achieve a pressure difference of virtually zero in 
the contact point against the chill in other ways, for example by pr e ssurising pressurizing 
15 a casting tank with a pressure equal to the metallostatic pressure in the mou l d mold 
cavity (counter-pressure solution). 

The solution as i t i s d e f i n e d i n the c l a i ms is also not limited to so-called hot-top or 
gas-slip chills but may be used in more traditional directly-cooled casting equipment. 
Moreover, equipment may also be arranged in connection with the inlet of the chill to 
20 agitate the metal in order to reduce further any problems with segregation or blooms. 
Moreover, in order to eliminate problems with possible oxide formation, an inert gas, for 
example argon, may be used. 

Several tests were carried out in which t i e rods extrusion ingots of various 
25 aluminium alloys were cast using equipment in accordance with the present invention. 
These were compared with tests in which the same alloys were cast using existing hot- 
top casting equipment. F i gs. Fig. 5 a) and Fig. 5 b) show images of the surface and 
microslip of a tie rod of alloy AA 6082 cast with existing hot-top equipment, while F4§Sr 
Fig. 5 c) and Fig. 5 d) show images of a t ie rod an extrusion ingot cast with equipment in 
30 accordance with the present invention. As Fig. 5 c) shows, the surface is much finer and 
smoother for rods cast with the present invention. Moreover, Fig. 5 d) clearly shows that 
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the microstructure of a-fo4- an extrusion ingot cast with the present invention has fewer 
dark pores against the surface that indicate segregation. 

5 
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Abstract 

A method and equipment for continuous or semi-continuous casting of metal, in 
5 particular directly-cooled (DC) casting of aluminium, including at least one mou l d mold 
(3) with a mould- mold cavity (11) that is provided with an inlet (4) linked to a metal store 
and an outlet with devices (27) for cooling the metal so that an object in the form of an 
extended string, rod (2§) or bar is cast through the outlet. The metal is supplied to the 
mold (3) in such a way and with such regulation that the metallostatic pressure in the 
10 contact point (solidification zone) against the mold wall is virtually zero during casting. 

Th e m e t al i s su p p li e d to th e mou l d (3) i n such a way and w i th such r e gu l at i on that th e 
m e t a l l ostat i c pr e ssur e i n th e cont a ct po i nt (sol i d i f i cat i on zon e ) ag ai nst th e mould wa ll i s 
v i rtua ll y zero dur i ng cast i ng. 



